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FABRICATION OF ORGANIC SEMICONDUCTOR DEVICES USING INK 
JET PRINTING 

SPECIFICATION 
BACK GROT JND OF THE INVENTION 

5 

FTEIP OF THE INVENTION 

The invention relates to methods of making semiconductor devices using 
organic active layers. The method involves the direct deposition of patterned 
luminescent doped polymers by ink jet printing, and the fabrication of organic light 
10 emitting diodes (OLED's) and other semiconductor devices from ink-jet-deposited 
organic films. 

RELATED ART 

Recently, there has been increased interest in light emitting diodes made from 

15 organic polymers because of their potential low cost and potential applicability to color 
flat panel displays. The organic materials are typically deposited by spin-coating (in 
the case of polymer materials), or by evaporation (in the case of small organic 
molecules). In either case, the single material covers the substrate so that only devices 
of a single color can generally be fabricated. The straightforward integration of 

20 multiple organic layers (for the fabrication of red, green, and blue emitters for color 
displays) would require the patterning of the individual organic layers. Because of 
their solubility in and sensitivity to aqueous solutions and many solvents, such 
patterning of organic materials by conventional photoresist and wet processing 
techniques is difficult. Efforts to date to integrate organic light emitting diodes 

25 (OLED's) from materials which emit different colors on the same substrate have 
patterned them only indirectly (through the use of cathodes evaporated through shadow 
mask as dry-etch masks), or avoided the issue all together by putting the three devices 
on top of each other (relying on shadow masks to pattern the organics so that contacts 
to the multiple layers may be made). 

30 Different colors are obtained in light emitting diodes by placing red, green and 

blue emitting materials in proximity to each other using photoresist patterning and 
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etching techniques to transfer the photoresist pattern into the polymer; however, such 
photoresist techniques are inapplicable to organic materials because the chemicals uses 
for the photoresist process are incompatible with organic materials. Similarly, 
patterning subsequent layers on top of the organic (such as metal contacts) is difficult 
5 for the same reason. Vacuum deposited organic layers and metals may be patterned by 
evaporating them through shadow masks, but this technology is difficult to extend to 
large areas. 

Other efforts using ink-jet printing in the fabrication of semiconductor devices 
include: 

10 U.S. Patent 4,736,704 to Henninger . deposits solder masking to a circuit board 

using an ink-jet like technique. 

U.S. Patent 5,132,248 to Dmmmond. et aL disclose the deposition of materials 
on a substrate by ink-jet printing. The materials are formulated as colloidal 
suspensions. the materials discloses are metals, alloys, dielectrics and 
15 superconductors. 

However, none of these previous efforts relate directly to the deposition of 
organics on a substrate by ink-jet printing. 



WO 99/39373 



PCT/US99/01914 



OBJECTS AND ST TMM ARY OF THF TNVENTTON 
It is an object and advantage of the invention is to provide a method which 
enables the use of the direct deposition of patterned semiconducting polymers, 
including luminescent polymers and doped polymers by ink jet printing. 
5 Another object of the present invention is to provide for the successful 

fabrication of organic light emitting diodes and other semiconductor devices from ink- 
jet-deposited organic films. 

Still another object and advantage of the invention is to form devices of the 
class described with commercially available ink-jet printers. 
10 A further object and advantage of the invention is the provision of a method 

using ink-jet printers where the ink cartridges are replaced with polymer solutions. 

Even another object of the invention is to provide a method that employs a 
hole-transport polymer poly-vinylcarbazol (PVK) and light emitting dyes coumarin 6 
(C6), coumarin 47 (C47) and nile red dissolved into a chloroform solution. 
15 A still further object and advantage of the invention is the provision of a 

method and apparatus which employs ink-jet printing where, after deposition, the 
chloroform evaporates leaving a doped polymer material. 

An additional object of the present invention is to provide a resultant product 
from solutions having typical concentrations of PVK dissolved in chloroform of 10g/l, 
20 and dye dissolved in chloroform of 0. 1 g/1 to yield on the order of 1% dye in the PVK. 

An additional object of the present invention is the provision of a process for 
forming organic light emitting diodes and other semiconductor devices. 

Even an additional object of the invention is to provide a process of forming 
organic light emitting diodes and other semiconductor devices using ink-jet printing. 
25 Still even an additional object of the present invention is the ability to use ink- 

jet printing to deposit organic materials on a substrate. 

Yet an additional object of the present invention is to provide a process using 
ink-jet printing for deposition of luminescent polymers. 

A further object of this invention is the provision of a process using ink-jet 
30 printing for fabricating top and bottom contacts onto a substrate. 
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A still further object of the invention is the provision of a process for ink-jet 
fabrication of active or passive matrices. 

The methods of this invention involve the direct deposition of patterned 
luminescent doped polymers by ink jet printing, and the fabrication of OLED's from 
5 ink-jet-deposited organic films. OLED's formed in accordance with this invention may 
have multiple organic layers on top of one another. Not all layers need be luminescent. 
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BRIEF DESCRIPTION OF THE PR A WTNfiR 
Other important objects and features of the invention will be apparent from the 
following Detailed Description of the Invention taken in connection with the 
accompanying drawings in which: 
5 Fig. 1(a) is an optical micrograph of ink jet printed dots from above, and Fig. 

1 (b) is plot of the surface profile of a dot. 

Fig. 2 is a photograph of ink-jet printed luminescent polymer letters of nile red 
doped PVK excited by an ultraviolet lamp. The letters ink-jet printed using "bold" 
mode. 

10 Fig. 3 is a plot of the photoluminescence spectra of ink-jet printed and spin- 

coated PVK film doped with C47 (blue), C6 (green), and nile red. 

Fig. 4 is a plot of current vs. voltage for devices fabricated with ink-jet 
printed and spin-coated films of PVK doped with C6. 

Fig. 5 is a plot of luminescence vs. current for two of the devices of Fig. 4. 
15 Fig. 6a - 6c illustrate the steps of the method of the present invention. 

Figs. 7a - 7c illustrate the steps of fabricating organic light emitting diodes 
using ink-jet printing. 

Figs. 8a - 8c illustrate the fabrication of red green and blue devices on a 
common substrate. 

20 Figs. 9a - 9c illustrate the use of ink-jet printing for fabricating bottom 

contacts. 

Figs. 10a -10c illustrate fabrication of top contacts using ink-jet printing. 
Figs. 11a - 11c illustrate the use of ink-jet printing to fabricate three color 
OLEDs. 

25 Figs. 12a - 1 2d illustrate the use ink-jet printing to fabricate a passive matrix. 

Figs. 13a - 13c illustrate the fabrication of an active matrix. 
Figs. 14 (a) - (b) illustrate the formation of thin film field effect transistors. 
Fig. 15 illustrates a modified method of fabricating OLED devices 
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DETAILED DECRYPTION OF THF INVENTION 
The present invention relates to a method of fabricating semiconductor devices, 
such as OLED's by ink-jet printing patterned luminescent polymer films. 

In an example of the method of the present invention, the ink-jet printer used 
5 was a Cannon PJ- 1 080A Color Ink-Jet Printer with a resolution of 640 dots per line. 
This printer uses piezoelectric technology to squirt ink droplets from a nozzle with a 
65-nm opening. There are four ink cartridges and four nozzles enabling the printer 
to print four different colors simultaneously. As the printer head scans the page and 
the piezoelectric materials are pulsed, ink is squirted from the nozzles onto the page. 
1 0 The only modification to the ink-jet printer for printing OLED's was to replace the ink 
cartridges with polymer solutions. Ink jet printing has previously been used to 
manufacture color-filters for Liquid Crystal Displays, but not to apply luminescent 
polymers. 

The organic materials used were similar to those used by Wu. et ah. IEEE 
1 5 Trans. Electron Devices 44, 1269 (1997), using doped polymer blends deposited by 
spin-coating, in which OLED's with over 1% external quantum efficiency and 
brightness of 4000 cd/m 2 were produced. The hole-transport polymer poly- 
vinylcarbazol (PVK) and light emitting dyes coumaiin 6 (C6), coumarin 47 (C47) and 
nile red were dissolved into chloroform solution, which was then deposited by ink-jet 
20 printing, or spin coating for comparison. After deposition, the chloroform evaporates 
leaving a doped polymer material. Typical concentrations of PVK dissolved in 
chloroform were 10g/l, and dye dissolved in chloroform were 0.1 g/1, yielding on the 
order of 1% dye in the PVK. These concentrations are less than those used for spin- 
coating, which were typically 15.4g/l PVK in chloroform and 0.05g/l dye in 
25 chloroform, yielding on the order of 0.3% dye in the PVK. In this initial ink-jet 
printing work, no electron transport agent was used. PVK, which had a high weight- 
average molecular weight M w of 1 100 000 g/mole reported by the supplier, was 
purchased from Aldrich Chemical Inc. and used as received. Green dye C6 and blue 
dye C47 were purchased from Lambda Physik Inc. Nile red was purchased from 
30 Aldrich. Chloroform solutions containing different amounts of PVK and luminescent 
materials were prepared by stirring and were passed through 0.45-|im filters. Ink-jet 
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printed thin films were printed onto 175-tim thick flexible polyester coated with 
indium tin oxide (ITO). Before deposition, the ITO was treated with an oxygen 
plasma to modify its surface properties for OLED's . 

Fig. 1(a) and 1(b) show an optical micrograph of a number of ink-jet printed 
5 dots and a surface profile of the shape of a typical dot. The thickness of the dots 
ranged from 400 to 700 Angstroms and the dot widths ranged from 150 to 200 ^m. 
The larger diameter dots tended to be thicker, indicating thickness variation is due to 
the total amount of deposited solution. In the optical micrograph of Fig. 1(a), some 
structure can be seen within the dot, which may be evidence of some mass transport 

10 due to segregation as the solvent evaporated. To demonstrate the ability of the ink-jet 
printing technique to deposit patterns, PVK doped with C6 dye was deposited with an 
ink-jet printed test pattern. This substrate was then illuminated using ultra violet 
excitation, and a photograph, Fig. 2, was taken of the red emission of the patterned 
polymer. A filter was used to cut out most of the 420nm polyester/PVK luminescence. 

15 During the experiment the ink-jet printer was operated in the "bold" mode, which 
causes the printer to print every dot twice, which is why the letters appear double. 

Fig. 3 shows the photoluminescence spectra of three individual ink-jet printed 
thin films and spin-coated films made from the same solution, each with a different 
dye. The spin-coated films were spun-on at a speed of 4000 rpm for 60s. The 

20 photoluminescence was measured using a Perkin-Elmer LS50 luminescence 
spectrometer with an excitation X of 380 ran for the C47 doped film and 440 and 520 
ran for C6 and nile red doped films, respectively. No significant difference in shape 
or magnitude is seen between the films prepared by ink-jet printing vs. spin coating. 
It should be noted that the peak of 420nm in the C47 spectra is due to a combination 

25 of the polyester substrate and the PVK host, not the deposited film. The dye 
luminescence appears as a peak at 450nm on the shoulder of the 420nm peak. 

It was difficult to fabricate devices directly on top of the polymer dots 
fabricated by ink-jet printing because of the difficulty in aligning a shadow mask for 
metal cathode formation directly over a polymer dot. Therefore to fabricate test 

30 devices the ink-jet printer was operated in a mode to create a continuous sheet of 
polymer rather than discrete dots. After ink-jet printing, the samples were loaded into 
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a vacuum chamber with a base pressure of <10* 7 torr for the metallization step of 
device fabrication. Typically, at least -90 min were allowed between loading of 
samples and metal evaporation, and no further heating of samples was done. Top 
metal cathodes were deposited through a shadow mask to form an array of 250-nm 
5 diameter devices on the polymer film. Metal alloys such as Mg : Ag (10:1) were 
deposited by co-evaporation from two separate sources, followed by the deposition of 
Ag as a protective layer. The ITO on the polyester sheet served as the anode. The 
devices were then measured in air without any protective coating. 

Fig. 4 shows the I-V curves of typical devices made by this procedure and a 
1 0 control device fabricated on a film spin-coated from the same polymer solution. The 
organic film thickness of the control device was about 50 ran. Current densities of 
-mA/cm 2 are achieved at a voltage of ~7V for the control device, and -6-1 IV for the 
ink-jet printed devices. Almost all of the voltages are lower than the drive voltage of 
-10-1 IV seen in Wu. et al. on doped PVK devices without an electron transport agent, 
15 but in Wu. et al. the organic thickness was ~100nm. Fig. 5 shows the L-I characteristic 
of the two devices, which shows that the efficiency of the ink-jet printed device is 
about a factor of two less efficient than the spin coated device. 

The methods of the present invention directly deposit the desired organic or 
other layers in the desired pattern using inkjet printing. In these methods, a liquid 
20 containing the desired materials or a precursor of the materials is deposited into a 
pattern. The liquid evaporates leaving the desired materials, or a precursor, which may 
be converted to the desired material, behind. 

Patterning organics is important for color displays, in which separate red, green 
and blue devices are desired. When each devices made adjacent to each other, it is 
25 desirable to pattern 3 separate organic layers, each of which is typically first deposited 
over the entire surface, into three separate regions for the red, green and blue devices. 

As more particularly shown in Fig. 6 (a), droplets 12 of organic containing 
liquid carriers are deposited from an ink-jet printer in a local area on the surface of a 
substrate 10. As shown in Fig. 6(b), the liquid carriers evaporate to create local 
30 regions 14 of desired organic film. The steps of Figs. 6(a) - 6(b) are repeated as shown 
in Fig. 6(c), with a droplet 16 incident on a new region of the substrate to create 
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another organic region. 

The methods of Fig. 6(a) - (c) are used in Fig. 7(a) - (c) to fabricate organic 
light emitting diodes. A substrate 18 and bottom electrode 20 (which may be the same 
structure) is shown in Fig. 7(a). The electrode may be patterned for individual 
5 electrical control. Organic "islands" 22, 24, Fig. 7(b) are deposited on the substrate 1 8 
by ink-jet printing. Electrodes 26, 28 are applied on top of the areas 22, 24, of organic 
material on the substrate 18 by evaporation, through shadow masks. 

Fig 8 (a) - (b) illustrate fabrication of red, green and blue devices on the same 
substrate. As shown in Fig. 8(a), a substrate 30, such as glass, and bottom electrode 

1 0 32 similar to that shown and described in connection with Fig. 7(a) is prepared. In Fig. 
8(b), organic "islands" 34, 36, 38 of three different types are placed on the substrate 
30 by ink jet printing using three different solution types, as red, green and blue inks 
are used in a conventional ink-jet printer for color printing on paper. Top contacts 40, 
42, 44 in Fig. 8(c), are applied to each area of organic material in a manner similar to 

15 that shown and described in connection with Fig. 7(c). In these devices, either the 
bottom or the top electrode or both may be patterned for individual electrical control. 
Each "island" of organic material may be formed by a single incident droplet, or 
several droplets, either directly on top of each other or laterally of each other. 

Figs. 9(a) - (c) show fabrication of bottom contacts in a pattern using ink-jet 

20 printing. The organic "islands" may be formed using ink-jet printing as previously 
discussed in connection with Figs. 6-8. As shown in Fig. 9(a) bottom contact 46 is 
formed on a substrate 48 by ink-jet printing. As shown in Fig. 9(b), organic materials 
50 may be deposited onto the contact 46 by ink-jet printing in a desired pattern. As 
shown in Fig. 9(c) the top 52 contact may be deposited on the organic 50 by ink-jet 

25 printing. 

Figs. 10(a) - (c) show fabrication of top contacts in a pattern using ink-jet 
printing. Fig. 10(a) illustrates the creation of the bottom electrodes 56, which may be 
created in a pattern on substrate 54. Fig. 10(b) shows the deposition of organic layers 
58 onto electrodes 56 by ink-jet printing. As shown in Fig. 10(c), the top electrodes 
30 60, 62 is deposited in a pattern by ink-jet printing over the organic layers 58. 
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In connection with Figs. 9 and 10, the contacts may be formed of a precursor 
of the final metal, metal particles suspended in a solvent, a supersaturated solution 
which will yield solid metal (such as the Rochelle salt method), or an organic with 
good conductivity. 

5 The techniques of Figs 9 and/or 10 may be combined with the steps described 

in Figs. 6-8. Figs. 1 1 (a) -(c) illustrates the fabrication of three color OLED's with 
individual top contacts by ink-jet printing. Fig. 1 1(a) shows a substrate 64 formed 
with bottom electrodes 66. The bottom electrodes may be patterned. As shown in Fig. 
1 1(b), three types of organic, red, blue, and green, 68, 70, 72 are deposited by ink-jet 

1 0 printing. Fig. 1 1 (c) illustrates the formation of top contacts 74, 76, 78 on the organic 
islands 68, 70, 72, respectively by ink-jet printing. 

Figs. 12(a) - (d) show formation of a passive matrix using the methods of the 
present invention. In Fig. 12(a), bottom electrode lines 80, 82, 84 are formed in one 
direction on substrate 86. As shown in Fig. 12(b), polymer islands 88, 90 are applied 

15 on top of the bottom electrode lines 80, 82 in regions to be crossed by the top 
electrode. These polymer islands 88, 90 may be of different emitting colors for a color 
display matrix. As shown in Fig. 12(c), the top contact lines 92 are applied 
perpendicular to the bottom contact lines. The final matrix thus produced is shown in 
Fig. 12(d). 

20 Figs. 13 (a) - (c) shown the formation of an active matrix using the methods of 

the present invention. In Fig. 13(a), individual bottom electrode surfaces 96, 98, 100 
are formed on a substrate 94 and may be insulated from each other as shown at 102, 
104, 106. These bottom electrodes may be connected to circuitry (not shown) which 
enables the bottom electrodes to be individually addressable. As shown in Fig. 13(b), 

25 organic "islands" 108, 1 10, 1 12 are deposited by ink-jet printing onto exposed bottom 
electrodes. These "islands" may be of different emitting color for a color matrix. As 
shown in Fig. 13(c), the top electrode 114 (Al:Li or Mg:Ag) is applied over the 
"islands". The top electrode need not be patterned. 

Figs. 14 (a) - (b) illustrate the formation of thin film field effect transistors with 

30 organic as the semiconducting layer. Fig. 14 (a) shows a substrate 1 16 on which gate 
electrode 1 1 8 is formed. Gate electrode 1 1 8 may be metal or a conducting polymer. 
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Gate insulator 120 is formed over the gate electrode 118. Insulator 120 may be 
formed of organic or inorganic material. In Fig. 14 (b), a polymer semiconducting 
layer 122 of poly-thiophene, for example, is formed by ink-jet printing over insulator 
120. Source/ drain contacts 124, 126 are formed on semiconducting layer 122 by 
5 conventional methods. Contacts 124, 126 may be formed of gold or a conducting 
polymer. The source/drain contacts 124, 126 may be formed before forming the 
polymer semiconducting layer 122. Further, the gate insulator 120 be also be formed 
by ink-jet printing of a material such as polyamide. 

Fig. 15 illustrates a modified method of fabricating OLED devices. Substrate 

10 128 has bottom contact 130 formed thereon. Bottom contact 130 may be patterned. 
Insulator 132, 134 formed thereon. Organic material 136 is formed by ink-jet printing 
over the insulator 132, 134. Top contact 138 is formed over organic 136. The top 
contact 138 may be patterned. In this approach, where insulator 132, 134 is patterned 
over the bottom contact 130, the patterned insulator may adjust the wetting and drying 

15 of the liquid drop applied by ink-jet printing. The patterned insulator 132, 134 also 
restricts the OLED to a small portion of the final polymer dot. In both of the foregoing 
cases, thickness of the polymer in the final active OLE device is controlled as desired. 

Having thus described the invention in detail, it is to be understood that the 
foregoing description is not intended to limit the spirit and scope thereof. What is 

20 desired to be protected by Letters Patent is set forth in the appended claims. 
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What if 5 claimed is: 

1 A process for forming a pattern on a substrate by deposition of an organic 
material comprising the steps of: 
5 depositing organic material in a solvent onto a substrate by ink-jet printing; 

and 

evaporating the solvent, whereby said organic material remains on the 
substrate. 

2. The process of claim 1 , further comprising drying the deposited material to 

10 remove said solvent. 

3 The process of claim 1 wherein said organic material is semiconducting. 
4. The process of claim 1 wherein said organic material is insulating. 
5 The process of claim 1 wherein said organic material is conducting. 

6. The process of claim 1 wherein said organic material is a luminescent 
15 polymer. 

7. The process of claim 1 wherein said material includes polyvinylcaibazol film. 

8. The process of claim 1 wherein said solvent is chloroform. 

9. The process of claim 1 wherein said material includes light emitting dyes. 

10. The process of claim 9 wherein said light emitting dyes include coumarin and 
20 nile red. 

11. The process of claim 1 0 wherein said coumarin is coumarin 6. 

1 2. The process of claim 1 0 wherein said coumarin is coumarin 47. 

13. The process of claim 10 wherein said coumarin is coumarin 6 and coumarin 47. 

14. The process of claim 1 wherein said organic material is a mixture of polymers 
25 and other organic molecules. 

15. A process for making organic light emitting diodes comprising the steps of : 
depositing organic material in a solvent onto a substrate by ink-jet printing; and 
evaporating the solvent, said organic material remaining on the substrate. 

16. The process of claim 15 wherein said depositing step operates an ink-jet printer 
30 in a mode to create a continuous sheet of polymer. 
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17. The process of claim 16 further including the step of metallizing said ink-jet 
printed substrates. 

18. The process of claim 17 further including the step of depositing with ink-jet 
printing top metal contacts on said substrate. 

5 19. The process of claim 1 8 wherein said top metal contacts are deposited through 
a shadow mask. 

20. The process of claim 15 further including the step of depositing with ink-jet 
printing bottom metal contacts on said substrate. 

21. The process of claim 18 wherein said top metal contacts are deposited in a 
10 pattern. 

22. The process of claim 20 wherein said bottom metal contacts are deposited in 
a pattern. 

23. The process of claim 15 further wherein said organic material includes light 
emitting dyes. 

15 24. The process of claim 23 further including the step of depositing top contacts 
on said organic material by ink jet printing. 

25. The process of claim 24 further including the step of depositing bottom 
contacts on said substrate by ink-jet printing. 

26. A process of forming a passive matrix comprising the steps of: 
20 depositing electrode lines on a substrate by ink-jet printing; 

depositing organic polymers onto said electrode lines by ink-jet printing; and 
depositing top contacts onto said organic polymers by ink-jet printing, said 
organic polymers being deposited in regions to be crossed by said top contacts. 

27. A process of forming an active matrix comprising the steps of: 
25 depositing bottom electrodes onto a substrate by ink jet printing; 

depositing organic polymers onto said bottom electrodes; 
depositing top electrodes onto said organic polymers; and 
connecting said bottom electrodes to circuitry for individually addressing said 
bottom electrodes. 

30 28. The process of claim 37 wherein said bottom electrodes are insulated from each 
other in a predetermined pattern. 
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29. A process of forming thin film field effect transistors comprising the steps of: 
forming a gate electrode on a substrate; 

forming a gate insulator over said gate electrode; 

forming a polymer semiconducting layer on said insulator by ink-jet printing; 

5 and 

forming source and drain contacts on said semiconducting layer. 

30. The process of claim 29 wherein said gate insulator is formed by ink-jet 
printing, and the semiconducting layer by other techniques. 

31 The process of claim 29 wherein the source and drain contacts are applied 
1 0 directly on the gate insulator before the semiconducting layer is deposited. 

32. The process of claim 30 wherein the source and drain contacts are applied 
directly on the gate insulator before the semiconducting layer is deposited. 

33. The process of claim 29 wherein the semiconducting layer comprises a non- 
polymeric organic film or a polymer/small organic molecule blend. 

1 5 34. The process of claim 30 wherein the semiconducting layer comprises a non- 
polymeric organic film or a polymer/small organic molecule blend. 
35 . The process of claim 3 1 wherein the semiconducting layer comprises a non- 
polymeric organic film or a polymer/small organic molecule blend. 



20 



WO 99/39373 



PCT/US99/01914 



FIG. 1A 




FIG. 2 




SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 



2/12 



PCT/US99/01914 



FIG. IB 



500- 



HEIGHT 
(ANGSTROMS) 



■■■■■ 



-500- 



50 100 150 200 
LENGTH (in) 



250 



loo" 



LUMINESCENCE 
(ARB. UNITS) 



1.4- 

1.2- 

1.0- 

0.8- 

0.6- 

0.4- 

0.2 

0.0 



FIG. 3 

-POLYESTER SHEET/PVK 
C6 



* INK-JET 
□ SPIN-ON 



NILE REO 




500 

WAVELENGTH Inm) 



600 



Too 



SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 



PCT/US99/01914 



3/12 

FIG. 4 




i i i i I i i 

0 2 4 B 8 10 12 14 
VOLTAGE (V) 



FIG. 5 




CURRENT (A) 



SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 PCT/US99/01914 

4/12 




10 



SUBSTRATE ( 



FIG. SB 



} 



f 



10 



FIG. 6C 




.-. ,, w: 093937? A2 I > 



SUBSTITUTE SHEET (RULE 26) 



PCTAJS99/01914 

5/12 

FIG. 7 A 

20 



18^ 



FIG. 7B 

j^l , r 24 



IB 



f 



FIG. 7C 




SUBSTITUTE SHEET (RULE 26) 



PCI7US99/01914 

6/12 



FIG. 8 A 




SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 PCT/US99/01914 

7/12 

FIG. 9 A 



.5 



FIG. 9B 



JZ 



~^Z 



46 



FIG. 9C 



50 



JZ 



52 



^Z 



4G 



48' 



•N'^rOClO <WC„. 9939373A2 t > 



SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 PCT/US99/01914 

8/ 12 



FIG. 10 A 



54 



vzzzzzzzzzzzzzzzzzzzzzar 

1 



5G 



FIG. 10B 

58^ 

r =U 



s 

54 J 



FIG. IOC 

5B^ GO, 



62 



^= 7 

- - 1 -56 



2 



c-Tjip «rWC 9939373A2 I > 



SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 



PCT/US99/0I914 



9/12 



FIG. 11A 



X 



66 



] 



64 



FIG. 11B 



64 



t 



66 



FIG. 11C 



72 



64 



t 



68 



SUBSTITUTE SHEET (RULE 26) 



WO 99/39373 



PCT/US99/01914 



10/12 

FIG. 12 A 



/-BO ^82 rto 
i A i A i A — 



8B^ 

FIG. 12B 

9<K _ B2 



i r 80 




BE' 



FIG. 12C 




FIG. 12D 



92- 





N 


f 90 

R 




















80^ 


H 


H 

L 82 





SUBSTITUTE SHEET (RULE 26) 



"COP <WC Q«39373A2 ' > 



PCT/US99/01914 



11/12 



FIG. 13 A 




FIG. 13B 

108 110 112 




FIG. 13C 

108 110 ^114 112 




SUBSTITUTE SHEET (RULE 26) 



PCT/US99/01914 



12/12 





SUBSTITUTE SHEET (RULE 26) 



WORLD INTELLECTUAL PROPERTY ORGANIZATION 
International Bureau 




PCT 

INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification 6 : 
H01L 21/314 



A3 



(11) Internationa! Publication Number: WO 99/39373 

(43) International Publication Date: 5 August 1999 (05.08.99) 



(21) International Application Number: PCT/US99/01914 

(22) International Filing Date: 29 January 1 999 (29.0 1 .99) 



(30) Priority Data: 

60/073,068 
09/238,708 



30 January 1 998 (30.0 1 .98) US 
28 January 1 999 (28.0 1 .99) US 



(71) Applicant: TRUSTEES OF PRINCETON UNIVERSITY 
[US/US1; P.O. Box 36, Princeton, NJ 08544-0036 (US). 

(72) Inventors: STURM, James, C; 3R Magie Apt., Faculty Road, 
Princeton, NJ 08540 (US). WU, Chung, Chin; 12F-1, 
No. 43, Sec.2, Shin-Hal Road. Taipei (TW). MARCY, 
Duanc; 22 Kilmer Drive, Ewing, NJ 08638 (US). HEBNER, 
Thomas, R.; 214G Halsey Street, Princeton, NJ 08540 (US). 



! (74) Agent: FRISCIA, Michael, R.; Friscia & Nussbaum, 
University Plaza, Hackensack, NJ 07601 (US). 



One 



(81) Designated States: AL. AM, AT. AU, AZ, BA. BB. BG. BR, 
BY, CA, CH, CN. CU, CZ, DE, DK, EE, ES, FI, GB, GE. 
GH. GM, HR, HU, ID, IL, IS. JP, KE, KG. KP, KR, KZ, 
LC LK LR. LS, LT, LU, LV. MD. MG, MK. MN, MW. 
MX, NO, NZ, PL, PT, RO, RU, SD, SE, SG. SI, SK, SL, TJ, 
TM, TR, TT, UA, UG, UZ, VN, YU, ZW, ARIPO patent 
(GH, GM, KE, LS, MW, SD, SZ, UG, ZW), Eurasian patent 
(AM, AZ, BY. KG, KZ, MD, RU, TJ, TM), European patent 
(AT, BE, CH, CY, DE. DK, ES, FI, FR, GB, GR, IE, IT, 
LU, MC. NL, PT, SE), OAPI patent (BF, BJ, CF, CG. CI, 
CM, GA, GN. GW. ML, MR, NE, SN, TD, TG). 



Published 

With international search report. 

Before the expiration of the time limit for amending the claims 
and to be republished in the event of the receipt of amendments. 

(88) Date of publication of the international search report: 

25 November 1999(25.11.99) 



(54) TiUe: FABRICATION OF ORGANIC SEMICONDUCTOR DEVICES USING INK JET PRINTING 




I (57) Abstract 

A method of fabricating semiconductor devices using ink-jet printing is provided to directly deposit patterned polymer films (136) to 
create OLED's and other semiconductor devices. The luminescence of poly-vinylcarbazol (PVK) films, with dyes of coumarm 6 (C6) 
coumarin 47 (C47), and nile red was similar to that of films of the same composition deposited by spin-coating. Light emitting diodes with 
low turn-on voltages were also fabricated in PVK doped with C6 deposited by ink-jet printing. 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify States party to the PCT on the front pages of pamphlets publishing international applications under the PCT. 



AL 


Albania 


ES 


Spain 


AM 


Armenia 


FI 


Finland 


AT 


Austria 


FR 


France 


AU 


Australia 


GA 


Gabon 


AZ 


Azerbaijan 


GB 


United Kingdom 


BA 


Bosnia and Herzegovina 


GE 


Georgia 


BB 


Barbados 


GH 


Ghana 


be 


Belgium 


GN 


Guinea 


BF 


Burkina Faso 


GR 


Greece 


BG 


Bulgaria 


HU 


Hungary 


BJ 


Benin 


IE 


Ireland 


BR 


Brazil 


IL 


Israel 


BY 


Belarus 


IS 


Iceland 


CA 


Canada 


IT 


Italy 


CF 


Central African Republic 


JP 


Japan 


CG 


Congo 


KE 


Kenya 


CH 


Switzerland 


KG 


Kyrgyzstan 


CI 


Cote d'lvoire 


KP 


Democratic People's 


CM 


Cameroon 




Republic of Korea 


CN 


China 


KR 


Republic of Korea 


cu 


Cuba 


KZ 


Kazakstan 


cz 


Czech Republic 


LC 


Saint Lucia 


DE 


Germany 


LI 


Liechtenstein 


DK 


Denmark 


LK 


Sri Lanka 


EE 


Estonia 


LR 


Liberia 



LS 

LT 

LU 

LV 

MC 

MD 

MG 

MK 

ML 

MN 

MR 

MW 

MX 

NE 

NL 

NO 

NZ 

PL 

PT 

RO 

RU 

SD 

SE 

SG 



Lesotho 

Lithuania 

Luxembourg 

Latvia 

Monaco 

Republic of Moldova 

Madagascar 

The former Yugoslav 

Republic of Macedonia 

Mali 

Mongolia 

Mauritania 

Malawi 

Mexico 

Niger 

Netherlands 

Norway 

New Zealand 

Poland 

Portugal 

Romania 

Russian Federation 
Sudan 

Sweden 
Singapore 



SI 


Slovenia 


SK 


Slovakia 


SN 


Senegal 


sz 


Swaziland 


TD 


Chad 


TG 


Togo 


TJ 


Tajikistan 


TM 


Turkmenistan 


TR 


Turkey 


TT 


Trinidad and Tobago 


UA 


Ukraine 


UG 


Uganda 


US 


United States of America 


UZ 


Uzbekistan 


VN 


Viet Nam 


YU 


Yugoslavia 


ZW 


Zimbabwe 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/US99/01914 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC(6) :H01L 21/314 

US CL : 438/30, 99, 237, 149; 427/466 
According to International Patent Classification (IPC) or to both national classification and IPC 



FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 
U.S. : 438/30, 99. 237, 149, 584,164, 29, 328; 427/466, 469 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 
NONE 



Electronic data base consulted during the international search (name of data base and, where practicable, search terms used) 
Please See Extra Sheet. 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



X, E 

Y 
X 



US 5,385,848 A (Grimmer) 31 January 1995, (31/01/95) col. 5, 
lines 5-45, col. 7, lines 1-25. 



US 5,919,532 A (Sato) 06 July 1999, (06/07/99) col. 22, lines 17-30 
and col. 23, lines 5-20. 

US 5,132,248 A (Drummond) 21 July 1992, (21/07/92) Abstract. 

US 5,312,654 A (Arimatsu) 17 May 1994, (17/05/94) col. 3, line 23 
and col. 3, line 31. 



1, 2, 4, 5, 14-18, 
21 

20, 22, 24, 25 

1, 2, 4, 14, 15- 
17 

20, 22, 24, 25 
1 and 9-13 



fx] Further documents are listed in the continuation of Box C. See patent family annex. 



■E' 
•L" 



•O* 
.p. 



Special categoric* of cited documents: 

document de fining the general state of the art which is not considered 
to be of particular relevance 

earlier document published on or after the international filing date 

document which may throw doubti on priority claim(s) or which is 
cited to establish the publication date of another citation or other 
special reason (as specified) 

document referring to an oral disclosure, use. exhibition or other 
means 

document published prior to the international filing date but later than 



*T" later document published after the international filing date or priority 

date and not in conflict with the application but cited to understand 
the principle or theory underlying the invention 

"X" document of particular relevance: the claimed invention cannot be 

considered novel or cannot be considered to involve an inventive step 
when the document is taken alone 

"Y" document of particular relevance: the claimed invention cannot be 

considered to involve an inventive step when the document is 
combined with one or more other such documents, such combination 
being obvious to a person skilled in the art 

document member of the same patent family 



Date of the actual completion of the international search 
23 SEPTEMBER 1999 


Date of mailing of the international search report 

0 6 OCT m$ 


Name and mailing address of the ISA/US 
Commissioner of Patents and Trademarks 
Box PCT 

Washington, D.C 20231 
Facsimile No. (703) 305-3230 


^Au^iorizcd officer s — *V"Vi 

\jiATT\\ EW ^H\?V^p\l^cJ^) 
/Telephone No. (703) 308-2521 

> ■ 



Form PCT/ISA/210 (second sheet)(July 1992)* 



INTERNATIONAL SEARCH REPORT 


International application No. 
PCT/US99/01914 


C (Continuation). DOCUMENTS CONSIDERED TO BE RELEVANT 


Category* 


Citation of document, with indication, where appropriate, of the relevant passages 


Relevant to claim No. 


X 

X,E 
A 


US 5,250,439 A (Musho) 05 OCTOBER 1993, (05/10/93) col. 22, 
ines 55-65. 

US 5,880,176 A (Kamoto) 09 March 1999, col. 1, lines 55-65. 


1 and 8 

6, 9, and 23 

3, 11-13, 19,21, 
26-35 



Form PCT/ISA/210 (continuation of second sheel)(July 1992)* 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/US99/01914 



B. FIELDS SEARCHED 

Electronic data bases consulted (Name of data base and where practicable terms used): 
U.S. PTO APS: JPO, EPO, USPAT 

search terms: ink jet printing, tft, diode, matrix, carbazol, coumarin, light emitting dye, organic, scmicondcutor, 
integrated circuit, LED, OLED 



Form PCT/ISA/210 (extra sheet)(July 1992)* 



SN'rCOClO <WC- 9939.373A3.l_> 



> 



BLANK PAGE 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 



Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 



□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE^) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



BEST AVAILABLE IMAGES 




BLURRED OR ILLEGIBLE TEXT OR DRAWING 



BLANK PAG£ 



